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and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
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education and knowledge, the attached public safety standard is made available to promote the 
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FOREWORD 

This Indian Standard (Third Revision) was originally published in 1961 covering wood screws with different head 
shapes. In its first revision in 1972, the scope of the standard was restricted to cover only technical supply conditions 
while the specifications for wood screws with different head shapes were covered in the following additional standards: 

IS 6736 : 1972 Slotted raised countersunk head wood screws 

IS 6739 : 1972 Slatted round head wood screws 

IS 6760: 1972 Slotted countersunk head wood screws 

In this revision, the standard has been modified editorially and reference to other standards updated. Also stipulations 
relating to concentricity of head with shank and positions of slot with respect to head have been deleted since the 
same are covered in the individual product standards on wood screws. 

For the purpose of deciding whether a particular requirement of this standard is complied with, the final value, 
observed or calculated, expressing the result of a test of analysis, shall be rounded off in accordance with IS 2 : 1960 
'Rules for rounding off numerical values ( revised )'. The number of significant places retained in the rounded off 
value should be the same as that of the specified value in this standard. 
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1 SCOPE 

This standard covers the technical supply conditions 
for wood screws. 

2 REFERENCES 

The following standards contain provisions which 
through reference in this text, constitute provision of 
this standard. At the time of publication, the editions 
indicated were valid. All standards are subject to 
revision, and parties to agreements based on this 
standard are encouraged to investigate the possibility 
of applying the most recent editions of the standards 
indicated below: 

IS No, Title 

1812 : 1982 Carbon steel wire for manufacture of 

wood screws ( second revision ) 

4170 : 1967 Brass rods for general engineering 

purposes 

4413 : 1981 Brass wires for general engineering 

purposes (first revision ) 

3 DIMENSIONS AND TOLERANCES 

3.1 The dimensions of the wood screw shall conform 
to those given in the respective product standards. 

3.2 The depth of threads measured at a distance of 
1 . 5 to 2 times the nominal diameter from the point, shall 
not be less than the values specified in Table 1. 

3.3 The tolerance on nominal length of the wood screws 
shall be js!7. 

4 MATERIAL 

4.1 Wood screws shall be manufactured from material 
conforming to IS 1 8 1 2 . 

4.2 In case of wood screws made of brass, the material 
shall conform to grade CuZn37 of IS 4413 or grade 
CuZn40of IS 4170. 

5 FINISH 

5,1 The wood screws shall be supplied with bright 
self colour finish unless otherwise specified by the 
purchaser 





Table 1 Depth of Threads 






(Clause 3.2) 




Screw Number Minimum Depth of Thread 
(Screw Designation) (mm) 



1 
2 






0.20 
0,23 
0.25 


3 
4 

5 






0.30 
0.33 
0.41 


6 
7 
8 






0.46 
0,51 
0.56 


9 
10 
12 






0.61 
0.66 
0.76 


14 
16 
18 






0.86 
0.96 
1.04 


20 
24 
38 
32 






1.14 
1.35 
1.55 
1.75 



5.2 The wood screws shall be cleanly finished and 
free from burrs. 

6 GENERAL REQUIREMENTS 

6.1 The threaded portion of the screws shall be formed 
by progressive reduction of the root diameter to obtain 
a uniform taper. 

6.2 The screws shall be gimlet pointed and the included 
angle of the gimlet point shall be between 28 to 44 
degrees. The thread form throughout the length of the 
screws shall be such that it will give the maximum bite 
into the wood when the screw is rotated and strong 
enough to prevent distortion of threads. 

6.3 Threads shall be clear and well defined. At the 
end of the threaded portion nearest to the head, the 
root of the threads shall runout to be nominal 
diameter within a distance not exceeding one- 
quarter of the length of the threaded portion. 
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7 INSPECTION AND ACCEPTANCE 

7.1 Lot 

In any consignment, all wood screws of the same screw 
number and manufactured at the same time shall be 
grouped together to constitute a lot. 

7.2 Selection of Wood Screws 

7.2. 1 The number of wood screws to be selected from 
a lot shall depend upon its size and shall be in 
accordance with col 1 and 2 of Table 2. 

7.2.2 These wood screws shall be selected at random 
from at least 10 percent ofthe boxes subject to a minimum 
of three, equal number of screws being selected from 
each box. 

Table 2 Sample Size and Criterion for Conformity 

(Clausesl. 2.1 andl .4) 



Lot Size 



Sample Size 



Permissible Number 

of Defective Wood 

Screws 



(1) 



(2) 



(3) 



Up to 150 


13 


1 


151 to 300 


20 


2 


301 to 500 


22 


3 


501 to 1 000 


50 


5 


1 001 to 3 000 


so 


7 


3 001 to 10 000 


125 


10 


10 001 and above 


200 


14 



NOTE — The sampling plan given here is such that lots 
with 4 percent or less defectives would be accepted most 
of the times. 



7.3 Number of Test 

All wood screws selected as per 7.2 shall be checked 
for conformity to all requirements ofthe standard. Any 
wood screw which fails to satisfy the requirements of 



any one or more of the characteristics shall be 
considered as a defective wood screw. 

7.4 Criterion for Conformity 

The lot shall be considered as conforming to the 
requirements of this standard if the number of defective 
wood screws among those tested does not exceed the 
corresponding number given in col 3 of Table 2 other- 
wise it shall be considered as not conforming to the 
requirements of this standard. 

8 PACKING 

Wood screws shall be coated with a suitable rust 
preventive and shall be packed in cardboard boxes. 
Wood screws of 25 mm length and below shall be 
packed in number of 200 per box and all wood screws 
of length above 25 mm shall be packed in numbers of 
100 per box. 

9 MARKING 

9.1 The label of individual boxes containing the wood 
screws shall be marked with the following information: 

a) Manufacturer's name or trade-mark; 

b) T^pe, screw number and length of wood 
screws; and 

c) Quantity contained in the box. 

9.2 BIS Certification Mark 

The product conforming to this standard may also be 
marked with the Standard Mark. Wherever it is not 
possible to put the Standard Mark on the product, 
it may be marked on the packaging. 

9.2.1 The use ofthe Standard Mark is governed by 
the provisions of Bureau of Indian Standards, Act, 
1 986 and the Rules and regulations made thereunder. 
The details of conditions under which the licence for 
the use of Standard Mark may be granted to 
manufacturers or producers may be obtained from the 
Bureau of Indian Standards. 



Bureau of Indian Standards 

BIS is a statutory institution established under the Bureau of Indian Standards Act, 1 986 to promote harmonious 
development of the activities of standardization, marking and quality certification of goods and attending to 
connected matters in the country. 

Copyright 

BIS has the copyright of all its publications. No part of these publications maybe reproduced in any form without 
the prior permission in writing of BIS. This does not preclude the free use, in the course of implementing the 
standard, of necessary details, such as symbols and sizes, type or grade designations. Enquiries relating to 
copyright be addressed to the Director {jPublications), BIS. 

Review of Indian Standards 

Amendments are issued to standards as the need arises on the basis of comments. Standards are also reviewed 
periodically; a standard along with amendments is reaffirmed when such review indicates that no changes are 
needed; if the review indicates that changes are needed, it is taken up for revision. Users of Indian Standards 
should ascertain that they are in possession of the latest amendments or edition by referring to the latest issue 
of 'BIS Handbook' and 'Standards : Monthly Additions'. 

This Indian Standard has been developed from Doc : No. LMD 14 ( 5 164 ). 

Amendments Issued Since Publication 

Amend No. Date of Issue Text Affected 
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